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REMARKS 



The specification has been amended to provide a cross- 
reference to the previously filed International Application. 

The claims have been amended to remove improper multiple 
dependencies. 

Entry of the above amendments is earnestly solicited- An 
early and favorable first action on the merits is earnestly 
solicited. 

If necessary, the Commissioner is hereby authorized in this, 
concurrent, and future replies, to charge payment or credit any 
overpayment to Deposit Account No. 02-2448 for any additional 
fees required under 37 C.F.R. § 1.16 or under 37 C.F.R. § 1.17; 
particularly, extension of time fees. 



Respectfully submitted. 



BIRCH, STEWART, KOLASCH & BIRCH, LLP 
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VERSION WITH MARKINGS TO SHOW CHANGES MADE 
The specification has been amended to provide a cross- 
reference to the previously filed International Application. 

IN THE CLAIMS : 

The claims have been amended as follows: 

8 . (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 7] claim 1 , wherein regio-regularity of the a- 

O olefin of 3 to 20 carbon atoms, as measured by ^^C-NMR, satisfies 
O 

the following expression {e-2) : 

m 

\Q Tpy/ (Tpy+Tpp) < 0.30-0.0015xx (e-2) 

\^ 

^"'^ wherein Tpy is a peak intensity of a carbon atom having branches 

y at the p-position and the y-position in the -'■•^C-NMR spectrum, Tpp 

ill 

is a peak intensity of a carbon atom having branches at both of 

o 

jy the p-positions, and x is an ethylene content (% by mol) in the 
polymer . 

9. (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 8] claim 1 , wherein the molecular weight 
distribution (Mw/Mn) , as measured by GPC, is in the range of 1.2 
to 10. 

10. (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 8] claim 1 , wherein the molecular weight 
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distribution (Mw/Mn) , as measured by GPC, is in the range of 1.6 
to 10. 



is 
P 

IS 

m 
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11. (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 10] claim 1 , which satisfies the relational 
expression MI10/MI2 < (Mw/Mn) +5 . 55 . 

12 . (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 11] claim 1 , which satisfies the relational 

expression MI2 > 19 . 009x (t]) " ^^^^ • 

13 . (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 12] claim 1 , wherein the ash content in the 
ethylene copolymer is not more than 1000 ppm. 



tn 14 . (Amended) The ethylene copolymer as claimed in [any one 

y 

ly of claims 1 to 13] claim 1 , wherein the titanium element content 
in the ethylene copolymer is not more than 10 ppm, and/or the 
zirconium element content in the ethylene copolymer is not more 
than 10 ppm. 



15. (Amended) The ethylene copolymer as claimed in [any one 
of claims 1 to 14] claim 1 , which is a copolymer prepared without 
contact of the reaction solution with water and/or an alcohol in 
an amount of not less than 1/10 of the weight of the copolymer in 
a solution state or a semi-precipitation state. 
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16. (Amended) The ethylene copolymer as claimed in [any one 



of claims 1 to 15] claim 1 , which is a copolymer prepared by 



forming not less than 50 % of chain transfer by the addition of 



hydrogen . 



17. (Amended) A molded product comprising the ethylene 



copolymer of [any one of claims 1 to 16] claim 1 . 



18. (Amended) A resin modifier comprising the ethylene 



\^ copolymer of [any one of claims 1 to 16] claim 1 . 

m 
m 

%0 19. (Amended) A composition comprising the ethylene 

•*1 copolymer of [any one of claims 1 to 16] claim 1 and another 

i 

□ thermoplastic polymer. 

m 

m 

Q 

m 
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